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Brennerbeheistes Gerat 

Die Brfindung bstrlf ft eln brennerbeheistes Gerit nit elnen in 
einer Breankaamer aageordneten Brenner und elner an diese Brenn» 
kaouaer anaohlieBeaden, in einen AbgaaaualaS, 8«B« elnen Kamln, 
mandenden AbgasfOhrung. 

Duroh Im Brenngas und in der Verbrennungsluft geleger^tlich ent- 
halteae Balogena entatehen w&hrend der Ve^'^brennung im Abga^ F^Iije» 
produkte# wie s«*B« Salsa&urer die abgafseitige bsw. vom Abgaa ua> 
atrtete Telia der Abgaaf Uirun? duroh Korroalon beaondera gef&hrden 
und ^a Xomt suaehiftend hAuflge^ au eis&ar Bohadigung baw. einem 
vorseitigen Veraefcieia aolcher Teller ^.uabeaondere der Telle dea 
in der AbgaafOhrang angeordnetec l^ilmetauaehera und der aogenann- 
ten, der AbgaafOhrung aageordneten 'strtaungaalcherung. 

Vor allem trltt einr- aolche, zuaStalioh noch duroh elne Kondenaat" 
blldung veruraaohte und veratarkte Korroalon bel Niedertemperatur- 
heisungea auf, wenn die Oberfiaohentemperaturea Ic dea vom Abgaa 
umapQlten Tellen dea brennerbehelaten GerBtea den Taupunkt unter- 
aohrelten. 

Die biaher aur Vermeldung einer aolohen Korroalon eingeaetsten 
passiven HaOnahmenr wie die Anordnung von Bohutssohiohten, a.B. 
Sohutaanatrlohen^ seltigen nioht immer den ansuatrebenden Brfolg, 
sumal in aolohen Bohutsaohlohten Fehleratellen in der Praxla 
kaum au veraelden alnd. 

Im Bereioh bolbher Fehleratellen wandern negativ geladene MolekQle 
(OH-Ionen) in dam als Elektifolyt wirkenden Maeaer bsw. Xondensat 
auf die poaitiven Metall-^Ionen einea Metallkdrpara au und gehen 
elne ohemiaohe Verbindung su FeiOH)^, alao au Boat, eln. 
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Aufgabe der Erflndung ist es, £Qr einen zuverUssigen und welts 
gehenden Korroslonsschutz obgen&nnter Bestandteile einer Abgas* 
^ fOhrung su sorgen. 

P Brfindungagen&a slnd dlese AbgasfClhrung begrenzende Telle und/ 

f, Oder vom Abgas umstrdnite Telle - vorzugswelse zus&tzllch zu 

|: elaer Schutzbeachlchtung - durch Anlegen elner elektrlschen 

Gleichstromspaimung kathodlsch gegen Korrosion geschOtzt. 
Ale Gleichstron wlrd am besten eln Strom geringer Stftrke von 
atwa 9 bl8 13 mA fiber Bandelektroden an die zu achH^zenden 
Telle angelegt; solche Bandelektroden kftnnen beleplelewelse 
auf die zu schQtzenden Blechtelle aufgeprAgt werden. Die zu 
schatzeaden Telle stehen dann belsplelsweiee unter elner 
Glelchepannung vonet«ra2,7 Volt. Der Metallk6rper wlrd daduroh 
gegenOber dem z.B. vom Kondensat verkdrperten Blektrolyten 
negatlv aufgeladen und die ebenfalls negatlven OH-Ionen dee 
Xondenzates werden nun von Ihm abgestoaen und k6nnen sioh nicht 
mehr mlt den Metall-*Zonen zu Rost verblnden. 
Gef&hrdete Fehleritellen in einen: Sohutzanstrich werden duroh 
dlese elektrisehe Spannung elnwandfrei geschtttzt. 

Bmpfehlenawert let Im Rahman der Erflndung die Verwendung elner 
Schutzelektrode. Solche Blektroden unter llegen kelner elektro- 
ehemlachen Abnlitzung und slnd Infolgedessen unbegrenzt haltbar. 
Sie bestehen aus einem hochleltung^jtAhigen Elastomer, das auf 
Grund seiner Bigenschaften an der Grenzfl&che zum Blektrolyten 
kelne ZonenleitfMhigkeit aufwelst, und kdnnen Qber eine Klebe- 
f schioht auf der OberflAche des su schQtsenden Telles der 

AbgasfQhrung problemlos befestlgt werden. 

Welters i.st die Verwendung elner Steuerelektronik zur Steuerung 
rr. d«r otf Oraveifiorgung enipf ehlenawert • Eitim iolohe steuerungs" 



•inh«lt llttfert boi slner Eingangespannung von etwa 10 bis 26 
Volt oln* Auagangaapannung von 2,7 Volt und begr«nst dmn 
SohutsatroB, Dmr ordnungsgemiOe Betrieb der Steuerung kann 
duroh •ino Slgnal-Vorrlohtung angeseigt und ab«rwacht warden # 
beiapielawalae durch alne Leucht-Diode. Uber swei Schutselaktro- 
den aowia Ubar den Wlderatand dea Blektrolyten, s,B. Kondenaat, 
wlrd der Stronkrela geachloaaen. Oer Schutaatrom tritt an roat-* 
gefAhrdeten Schadatellen elner den metalllachen Beatandtell 
beachlchtenden Beachlchtung in die Metalloberf liche ein und 
varhindart dort elne elektrolytiache Korroaion. 

Die elnsige Zelchnungaf igur atellt In einem achematia.chen Auf- 
rio ein brennerbeheiztea GerAt, s.B. ainen Waaaerheizer, dar^ 
deaaen Brenner 1 Qber elnen Ver teller 2 aua einer Veraorgunga- 
leitung 3 mit Brennatoff, z.B. elnem Brenngaa-Verbrennungaluft*- 
Gemiach, veraorgt wird und in einem bloB angedeuteten GehAuae 4 
untergebracht lat. 

Die AbgaafOhrung unfaBt einen an den Brennraum dea Brennera 1 
anachlleaenden Abgaaachacht 5, in dem ein - beliebig geatalt« 
barer - WArnetauacher 6 untergebracht iat, und geht in eine 
Abgaaaanmelhaube 7 Qber, der eine allgenein rait 8 bezeichnete 
StrSmungaaicherung aeitlich zugeordnet iat. Dieae StrOraungs- 
aicherung 8 umfaOt einen Raumluf teinlaB 9, der einem Abgaa* 
aualaa 10, z.B, einem KaminanachluB, gegenQberliegt. Die 
Str6mung der Abgaae iat rait Pfeilen angedeutet. 

Im Rahmen der Erfindung kSnnen nun beliebige, korroalonagefAhre 
dete Telle dieaer AbgaafOhrung gegen Korroaion geschfltzt 
warden, aeien ea Telle dea Abgasachachtea 5, vom Abgaa umatrdrate 
Telle dea HArmetauachera 6 oder Telle der Strdraungaaicherung 8. 
Weaentlich iat allerdinga, dan aolche Telle gegenttber den 



elektrJ.Boh leltfihlgen Bastandtellen das GerfttoB iaollert 
warden. 

li^lspialsvraise kdnnte die Abgassammelhauba 7 mlt dar Strdroungs- 
Bloherung 8 gagan den Abgasschacht 5 und/odar dar Wftrma** 
tauscher 6 gagenttber dam Abgasschacht 5 und/odar dar Abgasschacht 
5 gagenabar dam Garategahfiuse 4 alektrisch Isoliart seln. 
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1. Brennerbehaistefl GerAt mlt elnem in einer Brennkanmer 
angeordneten Brenner und einer an dieae Brennkammer anschllea- 
sendenr in einen AbgaaaualaO, z.B. einen Kamin, mQndenden 
AbgasCQhrungr dadurch gekennzeichnet, daO dieae AbgaafQhrung 
begrenzende Teile (5,7) und/oder vom Abgas umstrdmte Teile 
(6) - vorzugsweise zusitzlich zu einer Schutzbeachichtung - 
durch Anlegen einer elektrischen Gleichstromapannung kathodisch 
gegen Korroaion geachfttzt aind. 



2. Gerat nach Anapruch 1 mit einem innerhalb der Abga8» 
fdhrung angeordneten r von den Abgasen durchatrflmte WArme« 
tauacher, dadurch gekennzeichnet , daB abgaaftthrende Teile 
dieaea warroetauachera (6) unter eine aolche elektriache Spannung 
geaetzt aind. 



3. GerAt nach Anapruch 1 oder 2 mit einer der Abgaafflhrung 
aeitlich sugeordneten, aua zumindeat einem dem AbgaaaualaB 
gegenQberliegenden RaumlufteinlaO beatehenden Str&mungaaicherungr 
dadurch gekennzeichnet, daB abgaafahrende Teile dieaer Str6mung8« 
aicherung (8) unter eine aolche elektriache Spannung geaetzt 
aind. 

4* GerAt nach einem der Anaprliche 1 bia 3, dadurch gekenn* 
zeichnet, daB die unter eine aolche elektriache Spannung gesetz» 
ten Teile gegen die Qbrigen aua leitendem Material beatehenden 
Beatandteile dea Gerltea elektriach iaoliert aind. 



5. Gertt naoh elnem der AnsprQche 1 und 4, gekenn- 
seiohnot durch die Vorwendung einer Schutsalektrode aus 
hoohloltflhigaa Elaatomar, die s.B. Qber alne Klabeachloht 
au£ die Obarflioha einea gegen Korroalon su achQtsanden Tellen 
der AbgaafQhrung aufgebracht lat. 

6. GerAt nach elnem der AnaprUche 1 bia 5, gekennzeichnet 
durch die Verwendung einer Steuerelektronik mit zwei voneinander 
diatanzierten Schutzelektroden und gegebenenfalla einer 
Signal-Vorriohtungy z.B. einer IjED-Diode. 
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BURNER-HEATED DEVICE 



The invention concerns a burner-heated device with a burner located in a combustion 
chamber and with an exhaust system, which is connected to the combustion chamber and opens 
into an exhaust-gas outlet, e.g., an exhaust duct. 



Due to the occasional presence of halogens in the fuel gas and in the air supply for 
supporting the combustion of the fuel gas, secondary products, e.g., hydrochloric acid, are 
formed in the exhaust gas during combustion, which can cause corrosion of the downstream 
parts of the exhaust system or parts aroimd which the exhaust gas flows. This is leading more 
and more often to damage or premature wear of these parts, especially parts of the heat 
exchanger installed in the exhaust system and parts of the so-called flow diverter [this might also 
be called a "hood" - 7>. Ed.] assigned to the exhaust system. 

This type of corrosion, which is additionally caused and intensified by the formation of 
condensate, occurs especially in low-temperature heaters if the surface temperatures of the parts 
of the bumer-heated device around which exhaust gas flows fall below the dew point. 

The passive measures that have previously been used to avoid this type of corrosion, such 
as the application of protective coatings, e.g., protective paints, do not always have the desired 
success, especially since it is hardly possible in practice to prevent defects in such coatings. 

In the area of these defects, negatively charged molecules (OH ions) in the water or 
condensate, which acts as an electrolyte, migrate towards the positive metal ions of a metallic 
body, and chemically combine with them to form Fe(0H)2, i.e., to form rust. 

The objective of the invention is to provide reliable and thorough corrosion protection of 
the aforementioned component parts of an exhaust system. 

In accordance with the invention, these parts which surroimd the exhaust system and/or 
parts around which the exhaust gas flows are cathodically protected from corrosion by the 
application of a direct current voltage - preferably in addition to the use of a protective coating. 
It is best to apply the direct current as a low-intensity current of about 9-13 mA by strip 
electrodes on the parts to be protected; for example, strip electrodes of this type can be 
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superposed on the sheet-metal parts that are to be protected. The parts to be protected are then 
subjected to, for example, a direct voltage of about 2.7 volts. The metallic body is thus 
negatively charged with respect to the electrolyte contained, for example, by the condensate, and 
the likewise negative OH ions of the condensate are now repelled by the metallic body and can 
no longer combine with the metal ions to form rust. Endangered areas around defects in a 
coating of protective paint are completely protected by this electric voltage. 

The use of a guard electrode is reconunended in accordance with the invention. 
Electrodes of this type are not subject to electrochemical erosion and thus have an unlimited 
service life. They consist of a highly conductive elastomer, which, due to its properties, has no 
ionic conductivity at the interface with the electrolyte, and can be easily mounted by a layer of 
adhesive on the surface of the part of the exhaust system that is to be protected. 

Furthermore, it is advisable to use control electronics to control the power supply, A 
control unit of this type delivers an output voltage of 2.7 volts at an input voltage of 10-26 volts 
and limits the protective current. The orderly operation of the control may be indicated and 
monitored by a signal device, for example, a light-emitting diode. The circuit is closed by two 
guard electrodes and by the resistance of the electrolyte, e.g., condensate. The protective current 
enters the metal surface at places at which there is the risk of rust formation, i.e. at places at 
which there are defects in the protective coating on the metallic part, and prevents electrolytic 
corrosion from occurring there. 

The sole drawing shows a schematic elevation of a bumer-heated device, e.g., a water 
heater. Its bumer 1 is supplied with fuel, e.g., a mixture of fuel gas and combustion air, from a 
supply line 3 via a distributor 2, and is housed in a housing 4, which is merely indicated in the 
drawing. 
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The exhaust system comprises an exhaust-gas shaft 5, which is comiected to the 
combustion chamber of the burner 1, and in which a heat exchanger 6 of any desired design is 
housed, and passes into an exhaust-gas collection hood 7, to which a flow diverter, indicated 
generally by reference number 8, is assigned at the side. This flow diverter 8 comprises a room 
air intake 9, which lies opposite an exhaust-gas outlet 10, e.g., a chimney connection. The flow 
of the exhaust gases is indicated by arrows. 

In accordance with the invention, any parts of this exhaust system that are at risk of 
corrosion can now be protected from corrosion, whether they be parts of the exhaust-gas shaft 5, 
parts of the heat exchanger 6 around which exhaust gas flows, or parts of the flow diverter 8. It 
is essential, of course, that such parts be insulated from the electrically conductive parts of the 
device. 

For example, the exhaust-gas collection hood 7 with the flow diverter 8 could be 
electrically insulated from the exhaust-gas shaft 5, and/or the heat exchanger 6 could be 
electrically insulated from the exhaust-gas shaft 5, and/or the exhaust-gas shaft 5 could be 
electrically insulated from the device housing 4. 



4 



CLAIMS 



1 . Burner-heated device with a burner located in a combustion chamber and with an 
exhaust system, which is connected to the combustion chamber and opens into an exhaust-gas 
outlet, e.g., a chimney, characterized by the fact that these parts (5, 7) that enclose the exhaust 
system and/or parts (6) around which the exhaust gas flows are cathodically protected from 
corrosion by the application of a direct current voltage preferably in addition to the use of a 
protective coating. 

2. Device in accordance with Claim 1, with a heat exchanger, which is installed inside 
the exhaust system and through which the exhaust gases flow, characterized by the fact that an 
electric voltage of this type is applied to parts of this heat exchanger (6) which carry exhaust 
gases. 

3. Device in accordance with Claim 1 or Claim 2, with a flow diverter, which is assigned 
to the exhaust system at the side and consists of at least a room air intake that lies opposite the 
exhaust-gas outlet, characterized by the fact that an electric voltage of this type is applied to the 
parts of this flow diverter (8) that carry exhaust gases. 

4. Device in accordance with any of Claims 1 to 3, characterized by the fact that the parts 
to which an electric voltage of this type are applied are electrically insulated from the other parts 
of the device that are composed of conductive material. 

5. Device in accordance with any of Claims 1 to 4, characterized by the use of a guard 
electrode made of a highly conductive elastomer, which is mounted, e.g., by a layer of adhesive, 
on the surface of a part of the exhaust system that is to be protected from corrosion, 

6. Device in accordance with any of Claims 1 to 5, characterized by the use of control 
electronics with two guard electrodes spaced some distance apart and possibly a signal device, 
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a light-emitting diode (LED). 



